What is claimed is: 
1. A pressure sensitive! 

percentage weight: 



hydrocoUoid adhesive comprising the foUowing composition by 



a) from about 2% to aboutlO% ethylene propylene rubber 

b) from about 9.5% to aboutl6%/styrenic block copolymer 

c) from about 24% to about33% lackifying resin 

d) from about up to .5% anti-oxidant 

e) from about 15% to about35|4 NaCMC (Low DS) 
SU6 ^ ^° about2Q% pectin 
^/y* g) from 0% to about 6% ta6kifier with low softening point 

/ h)fromabout3%toabov/tl2%plasticizer 
i) from 0% to about 25% NaCMC (high DS) 
j) from 0% to about 6% powdered cellulose 

wherein the probe tack fo^/e in grams is in the range of 400-750. 

2. The hydrocoUoid/adhesive of claim 1 wherein the ethylene propylene rubber has a broad 
molecular weight distrij/ution. 

% 

^ The hydrocol/oid adhesive of clainy/ wherein the ethylene propylene rubber is amorphous 

and random. 

^ / 

^ The hydrocoUoid adhesive of claim/ wherein the ethylene propylene rubber has an 
etl^lene content of 50% or less. ^ 

^ The hydrocoUoid adhesive of claim/ wherein the probe tack force in grams is in the range 
of 500-650 grams. 

I The hydrocoUoid adhesive of claini^ wherein the saline absorbency in grams per square 
' meter for a 24 hour period is in the range of 1250 - 5000. 
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/ The hydrocoUoid adhesive of cWmX wher«„ .he saline absoAenoy in gran,s per square 
meter for a 24 hour period is in the range of 2000 - 3500 when extruded. 

V The hydrocolloid adhesive of claim/ wherein the saline absorbency in grams per square 
Ceter for a 24 hour period is in the range of 1500 - 2500 when non-extruded. 

% Tie hydroeoUoid adh^ve of claim/ wherein the non-extruded tensile strength in grams 
per square centimeter is in the range of 800 - 150O. 

The hydroeoUoid adhesive of claim/ wherein the tensile strength in grams per square 
bentimeter is in the range of 500 - 3500. 

The hydrocolloid adhesiv^ composition of claim/ wherein the extruded tensile strength is 
in the range of 1500 - 2500 grams per square centimeter. 

Z The hydroeoUoid adhesive of claim^wherein the probe tack is between about 300 to 
about 7J0 grams, force. 

i The hydtocolloid adhesive of claim /wherein the absorption of saline at 3rC is between 
'about 500 and about 5,000 grams per squke meter per day. 

ne hydroeoUoid adhesive of claim/' wherein the tensile strength is between about 500 
and3^00 grams per square centimeter. 

2 ThehydrocoUoidadhesiveofckim^whereinthetackifiersofteningpcintisbelowabout 

37°C. 

I's. Apre'ss^sensitivehydrocolloidadhesivecomprisingthefoUowingcomposHionby 
percentage weight: 

CJ^ J . . 
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a) from about 2% to ^out 20% ethylene propylene rubber. 

hydrocarbon, pure monomer, rosxns, gums and their 
esters and deri/atives, or terpene or polyterpene resms. 
f^^ from 0% to about 0.5% anti-oxidant. . . • . i in 

e) from abou? l1% to about 35% NaCMC with degree of substitution below 1.0. 
c,,.. f) from 0% to jfoout 30.5% pectin. 

. from abouti% to about 12% plasticizer. u^,.t^7or 

^ from 0% t/ about 6% tackifier with softenmg pomt below about 37 C. 

■ /\) fromO%/oabout25%NaCMCwithdegreeofsubstitutionabovel.O. 

j) from 0%4o about 6% powdered cellulose. 

_S The hydroooUoid adhesive of claims^ wherein the probe tack is b«woen about 300 .0 
( ^ about 750 grams, frjrce. ^ 

The hydrocolloid adhesive of daims/Vherein the absolution of saUne at 37°C is 
fctween about 500 and about 5,000 grams i^er square meter per day. 

I Q The hydrocolloid adhesive ofclaimsb^wherein the tensUestren^ 
: /ana 3,500 grams per square centimeter. f 

I 20. A pressure sensitive h^rocoUoid adhesive comprising the following composition by 

m percentage weight: / 

a) fromaboutll.5%Zabout36%ofahydrocolloidblendofethyl^^ 

styrenic block copolymer. 
H b) from about 24% to about 39% tackifying resin 

O r\ from 0% to abbut 0.5% anti-oxidant. xt r-xyrr 

^^^d^ S^abou^S^toab^ 

^ V !^ ^^S^lrCUilo^^ and pregelatinized starch, optionally indudmg mmor amounts 
^Puy of powdecfed fillers, fibers, absorbents, or super absorbents. 

e) fromabodt3%toaboutl2%plasticizer. ,u^„t-,7or 
from cito about 6% tackifier with softemng pomt below about 37 C. 

g) from94toabout25%NaCMCwithdegreeofsubstitutionabovel.O. 

h) frony6% to about 6% powdered cellulose. 



TheVocoUoid adhesive of claim 2(J wherein the probe tack is between about 300 to 

about 750 grams, force. 2^ 
^ The hydrocoUoid adhesive of daim ^cTwherdn the absorption of saUne at 37^ is between 

about 500 and about 5,000 grams per squ/re meter per day. ^ 
^ The hydrocolloid^adhesive of claim 20^whereirf the tensile strength is between about 500 

and 3,500 grams per square centimeter. 
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